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(57) [Abstract] 

[Means of Solution] Being a fiber which is formed su 
bstantially frompoly trimethylene terephthalate, 
strengththe 3.5 g/d or greater and boiling water 
shrink ratio peak value of 13 to 15 % and thermal 
stress peak tenperatureof 0.4 to 0.5 g/d and thenral 
stress relationship of elastic recovery ratio R(%) at tirre 
ofthe 160 to 180 °C , elastic mxiulus CXg'd) and 20 
% elongation satisfies below-nxntionedForrrula (1), 
polyester fiber which designates that peak terrperature 
of loss tangent is thelOO to 120 °C as feature. 

0.20 QfR 0.45 * * * Formula (1) 

[EfTect(s)] Polyester fiber of this invention, when rmki 
ng cloth, to show soft texture,because result of 
contraction, cloth which is acquiredshows stretch of 
10%, when bending elbow and knee andwhen 
extending arm, stressed feel is gone, becomes clothing 
where thewearing comfort is very good Therefore, 
quite it is useful in outer part , backing and sports 
or other applicatioa 



[ttttft*a>Kie] 
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) t2 0%#fiR<DSlttEHI*R (%) G>mm<T&j£ (1) 
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[QairrKs)] 

[Qaim 1] Being a fiber which is formed substantially f 
rompoly trirrcthylene terephthalate, strengththe 3.5 
g^d or greater and boiling water shrink ratio peak 
value of 13 to 15% and thermal stress peak 
tenperatureof 0.4 to 0.5 g/d and thermal stress 
relationship of elastic recovery ratio R(%) at time ofthe 
160 to 180 °C , elastic rrodulus QHg/d) and 20 % 
elongation satisfies below-rrEntionedForrrula ( 1), high 
heat stress polyester fiber which designates that peak 
terrperature of loss tangent is thelOO to 120 °C as 
feature. 



O. 20^Q/R^O. 45 



(1) 



0.20 QfR 0.45 



|t Forrrula(l) 



[000 1] 



[Description of the Invention] 
[0001] 

[Technological Field of Invention] As for this inventio 
n, furthermore as for details, to show soft texture 
inregard to poly trimethylene terephthalate fiber which 
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contraction of appropriate quantityoccurs at time of 
heat set, because result of contraction, the cloth which 
is acquired shows stretch of 10 %, whenbending 
elbow and knee and when extending arm, stressed 
feel is gone, regards poly trimethylene terephthalate 
fiber which can become clothing where wearing 
comfortis very good 

[0002] 

[Prior Art] Condensation polymerization doing lower a 
lcohol ester and trimethylene glycol (1,3 -propanediol) 
of terephthalic acid which isrepresented in terephthalic 
acid or dimethyl terephthalate, is acquired as for poly 
trimethylene terephthalate which, It is a epoch-making 
polymer which has performance which resembles to 
polyethylene terephthalate such asthe property and 
light resistance , heat set property, dimensional 
stability and lowrroistureahsorptionwto 
to polyarride such as elastic recovery , low elastic 
modulus (soft texture) and ease of dyeing whichare 
superior, it utilizes feature and is applied to BC F 
carpet, the brush and tennis gut etc (Japan 
Unexamined Patent Publication Hei 9-3724 
disclosure, Japan Unexarrined Patent Publication Hei 
8 -173244 disclosure and Japan Urexanined Patent 
Publication Hei 5 -262862 disclosure ). 

[0003] Furthermore, when poly trimethylene terephthal 
ate fiber is developed in clothing, it is thought. When 
it uses for one for for example outer part, soft texture , 
from good quality ofthe heat set property and 
dimensional stability, it can make clothing where 
feeling on the skin isgood On one hand, there are 
times when we want extension of 10 %in material, as 
demand for outer part. If there is a stretch of this 
extent, whenbending elbow and the knee and when 
extending arm, stressed feel is gone, becomes 
clothingwhere wearing comfort is very good But, it 
was not possible to grant that kind of stretch making 
useofthepolytrirrE^ fiber of public 

knowledge. Of course, if soft segment like 
polytetrarrethylene glycol in for example poly 
trimethylene terephthalate fiber is copolymer! zed,the 
stretch which is superior can be granted, but only 
coarse textureof rubbery it shows this kind of fiber, 
because in addition thedye fastness decreases 
considerably, this kind of copolymer fiber of the 1 00 % 
using cannot be used for outer part . 

[0004] These inventors discovered fact that extension 
of 1 0 % can begranted to cloth with production 
process of cloth, boiling water shrink ratio of namely, 
poly trimethylene terephthalate fiber, peak value and 
temperature of thermal stress by thefact that it sets to 
range where a certain specific quite islirated, extension 
of 10 % can be revealed with cloth. As for this 
phenomenon, after forming, fiber crimp does 
clothmoderately by fact that it contracts, well in a 



ISTA's CbnvertedKokai(tm), Version 1 .2 (There may be errors in the above translatioa ISTA cannot 
be held liable for any detriment fromits use. WWW: r%://www.intlscience.com Tel:800-430-5727) 



P.3 



JP 99107038 Machine Translation 



d\>Ji± s »JCB*(Otf«^aSA<1 5 0-1 7 0°CT*&4A<* Z 



[00053 «s.tf % 5wt0attf=«tifc*y h'^^uvx 

U7*U-h«lt#IB**ftTl*4 (*$SBiS5 2-5 3 2 0^ 

**«) o caXKTftt, »*«tt». »K*flMflzoi^Tfif6 

^*lbtirt^l^ tt*ag*<3 6 0m/m i n ti&< % g 
f=tt*fflgj&«2 6 BtiittKcRSS^rL^Ji^fi, *» 



[0 0 0 6] i^igBPg 5 2 — 8 1 2 3 ^fgfzli. HHtffStfO 
. 00 2 5Ja±©*E#**1 4 0-21 0°CT?»«lSt"*JK 

„ COXiK(ztel^TtWiy3ft*5SS)&<9 0 0m/mi n felT 
<kf£< , »=Jlj*Sg*<2 6 S'titttofzRESifcTl^fc*) 



[0 0 0 7] &&B0S5 2-8 1 2 4^4>«{=li, tK'J M;>tF 

*ITI*4. L^Lfctftu :MKT?tft*aStf3 6 0m/ 
mi n<t<£<, MICg^MfZlil 8 0t$a7l6ag-eJ»-b-y 

*a)e--9ag3&<»-r^r*ft*jR*i-i*sag3&<iB<fty. 

jMfc*0)flaBJ&<±i;4. 8-1 04 2 1 6-&»«f=fi 

, jtf'J h'J>fb>fl/7j'l/-^2000m/m i n fcLt 
T?tt*U B^»K#LT«Ht*»4*SS36<IB***iTL^4o 

&g. »*Stt3&<«<. »*»*y*jBCLWl^««(z 



[0008] 



manner of speakingbecorres like spring and depends 
on revealing suitable extension ^though this kind 
of phenomenon is caused, as for necessary property 
value, asstipulated with this invention, boiling water 
shrink ratio 12 to 15% and thermal stress value 
thepeak temperature of 0.4 g/d or greater and thermal 
stress are 150to 1 70 °C, but stability thetechnology - 
which is produced with method has not been known 
this kind ofpoly trimethylene terephthalate fiber so far 
in industrially. 

[0005] Poly trirrethylene terephthalate fiber which is su 
perior in for example elastic recovery is disclosed, ( 
Japan Unexamined Patent Publication Showa 52 -5320 
disclosure). With this literature, what it is not touched 
concerning boiling water shrink ratio and thermal 
stressvalue etc, but spinning rate 360 rr/min is low, 
when furthermore spinning tenperatureis set to 265 °C 
and low, according to examination of the these 
inventors, peak value and temperature of thermal stress 
do not achieve goal valueof this invention. 
Furthermore it states detailed data comparison, in 
Comparative Example. 

[0006] Production method of poly trimethylene terepht 
halate fiber where birefringence ratio heat treatment 
does unstretched fiber of theO.002 5 or greater to Japan 
Unexamined Patent Publication Showa 52 -8123 
disclosure , with 140 to 210 °C is disclosed 
Regarding this literature spinning rate 900 m/nin or 
less is low after all, hjrthermorebecause spinning 
temperature is set to 265 °C and low, peak value and 
ternperatureof thermal stress do not achieve goal value 
of this inventioa 

[0007] 2-stage is heated method which has been disclo 
sed drawn fiber ofthe poly trimethylene terephthalate 
fiber in Japan Unexamined Patent Publication Showa 
52 -8124 disclosure. But, spinning rate 360 rtfrrin 
becomes low, furthermore as for finallywhen with 
temperature which exceeds 1 80 °C peak value of 
thermal stressbecomes low because heat set it has done 
simultaneously, peak temperature ofthe thermal stress 
being too high, temperature which contracts cloth 
highevenwith this literature, yellowing or other 
problem occurs. Spinning it does poly trimethylene 
terephthalate to Japan Unexamined Patent Publication 
Showa 58 -104216 disclosure , with 2000 nYrrin or 
greater,rurtherrnore hot drawing does and method 
which obtains fiber isdisclosed. But, with this method 
only preheating does and because heat set is 
notadministered, strength and thermal stability are 
low, it becomes fiberwhere winding tightness is easy 
to happen. 

[0008] 

• L fc [Problems to be Solved by the Invention] Problem of t 
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his invention, when making material, when bending 
thesoft texture and elbow and knee and when 
extending arm, is not astressed feel, it is to offer poly 
trimethylene terephthalate fiber which can become 
clothing where thewearing comfort is very good 

[0009] 

[Means to Solve the Problems] These inventors did dili 
gait research, as for resul t of examining to yam- 
spinnir^detailed frompoly^ polymer, 
discovering possibilitywhich can solve above- 
mentioned problem, furthermore as for theresult of 
repeating examination, arrived in this invention. 
Namely as for this invention, being a fiber which is 
formed substantiallyrrompoly trimethylene 
terephthalate, strength 3.5 g/d or greater and boiling 
water shrink ratio peak value of thel3 to 15 % and 
thermal stress peak temperature of 0.4 to 0.5 g/d and 
thermal stress relationshipof elastic recovery ratio R(%) 
at time of 160 to 1 80 °C , elastic modulus Q(gtt) and 
20 % elongationsatisfies below-mentioned Formula (1), 
it is a polyester fiber which designatesthat peak 
temperature of loss tangent is 100 to 120 °C as feature. 



(1) 



O. 2 O^Q/R^O. 45 



0.20 Q/R 0.45 



c Formula (1) 
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[0010] Polymer which is used for this invention, subst 
antially condensation polymerization doingthe 
terephthalic acid and 1 , 3-propanediol, is poly 
trimethylene terephthalate which is acquired 
Regarding to this invention, substantially, even when 
being a poly trimethylene terephthalate hornopolymer, 
itshows fact that it is possible to be a poly trimethylene 
terephthalate copolymer which it shows below. In 
range which does not impair effect of namely, this 
invention, isophthalic acid , the succinic acid , adipic 
acid , 2,6 -naphthalenedic^rbox>dic acid , 5 -sulfo 
isophthalic acid tetra butyl POS ja3 ja2 h A salt or 
other acid component andthe 1,4 -butanediol , 1,6- 
hexanediol , cyclohexane dirrethanol or other glycol 
component , -caprolactone , 4 -hydroxybenzoic 
acid , polyoxyethylene glycol andthe 
polytetramethylene glycol etc may be copolymerized 
under 10 wt%. 

[001 1] In addition, to poly trirrEthylene terephthalate , 
according to need and various additive, or it 
ispossible to corx)lymerize mix for example matting 
agent, heat stabilizer , foam inhibitor, the bluing 
agent , flame retardant , antioxidant , ultraviolet 
absorber, infrared absorber , crystal nucleating agent 
and the fluorescent whitener etc. Besides it becomes 
possible, oligomer of trimethylene terephthalate 3 wt% 
or less beingincluded to be desirable in polymer 
which is used for this invention, toavoid strength 
decrease due to feather with this, guaranteeing 
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spinning stabilitywhich is necessary for industrially it 
is possible. Furthermore trimethylene terephthalate 
oligomer, also is possible to be oligomerwhere 
usually trimethylene terephthalate unit is connected 2 
to 4, be linear structureto be ring structure. When 
content of trimethylene terephthalate oligomer exceeds 
3 wt%, when for example yarn-spinning it does,the 
oligomer precipitates to spinneret surroundings, yarn 
break and feather happen. Furthermore in order to 
do lengthy yarn-spinning here, 1 .5 wt% or less 
isdesirable, furthermore it is a preferably 1 wt% or less. 
Furthermore, in point that, 0.5 wr% or less , 
furthermore preferably 0.3 wt% or less isdesirable, 
feather of fiber which is acqirireddecreases, ideal is 
uncontained of course. 

[0012] Furthermore, it is desirable in polymer which is 
used for this inventionextension of more wiping cycle 
colors inside this range unless, for thecontent of 
organic substance of molecular weight 30 0 or below 
to be 1 wt% or less, performance that canbeguaranteed 
is superior in light resistance, organic substance of 
molecular weight 30 0 or below referred to here is 
organic substance which is notcopolymerized in 
polymer. According to examination of these inventors, 
as organic substance of molecular weight 30 0 or 
below,the allyl alcohol , acrolein , 2 -butanol , 
hexanol , heptanol , glycidyl methyl ether andthe 
oxypropyl methyl ether etc exist, fact that total weight 
of these conpound producesbig effect on moldability , 
product durability and weather resistance was 
discovered When content of organic substance of 
molecular weight 30 0 or below exceeds 1 wt%, when 
the for example yarn-spinning doing, it becomes 
something which yarn break and feather becomeeasy, 
to occur are easy to color with light, content of 
organic substance of preferably and molecular weight 
30 0 or below is 5000 ppmor less, is the particularly 
preferably and 1000 ppmor less. Of course, it is a 
uncontained in ideal . 

[0013] It is desirable to be a 227 °C or higher as nxlti 
ng point of polymer which is usedfor this invention 
Here melting point, peak value of peak which is 
thought melting inrange of 220 to 250 °C it defines. 
When melting peak multiple it exists, (Also shoulder 
peak includes. ) designates peak of thelow tenperature 
as melting point, melting point under 227 °C 
decrease of weather resistance becomes easy tohappen 
When for example one time poly trimethylene 
terephthalate is synthesized, polymer solid phase 
polymerization isdone with 200 °C extent, it can 
decrease oligomer amount largely But, when solid 
phase polymerization is done, melting point of 
starting material polymer decreases the largely, 
becomes state which is not full even in 225 °C. In 
this kind of polymer, trimethylene glycol doing, 
dimerizationbis -3 -hydroxypropyi ether which 
isformed is copolymerized in large scale, result, 
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spinning stability and weather resistancewhere amount 
ofcarboxyl endgroups increases are easy to decrease. 
It is a 230 °C or higher as melting point of desirable 
polymer, fintherrnore is apreferably 233 °C or higher. 

[0014] Intrinsic viscosity [ ] of polymer which is use 
d for this invention 0.4 to 1 .5 isdesirable, furthermore 
it is a rangq of preferably 0.7 to 1 .2. In this range, 
fiber which is superior in strength and spinning 
propertycan be acquired When intrinsic viscosity is 
under 0.4, because molecular weight of polymer istoo 
low, strength manifestation becomes difficult. When 
intrinsic viscosity exceeds 1 .5 conversely, because 
because melt viscosityis too high melt fracture and 
yarn-spinning defect occur at time of yarn- 
spinningthere is not a preferably. 

[001 5] Desirable one example is listed as production m 
ethod of polymer which is usedfor this invention, if is, 
terephthalic acid or dimethyl terephthalate is 
designated as thestarting material, trimethylene glycol 
metal acetate one, two kinds or more such as calcium 
acetate, magnesium acetate , zinc acetate , the cobalt 
acetate and manganese acetate 0.03 to 0.1 wt% is 
added in this, under ambient pressure orunder 
pressurizing bis hydroxypropyl terephthalate is 
obtained with ester exchange ratio 90 to 98%. This 
way in order to achieve object of this invention, it is 
desirableto use acetate of metal other than transition 
metal. 

[0016] Next, titanium terra isopro tf oxide , 0.03 to 0 
. 1 5 wt% and preferably 0.03 to 0. 1 wt% it adds one, 
two kinds or more ofthe catalyst such as titanium terra 
butoxide and antimony trioxide, under vacuumreacts 
withthe 250 to 270 °C. With optional step of 
rx)lymerization, to insert thestabilizer before preferably 
condensation polymerization, whiteness of resin 
composition, it is desirable withthe viewpoint where 
poly trimethylene terephthalate oligomer and molecular 
weight can control organic substance amount of the30 
0 or below in certain amount. As stabilizer in this case, 
phosphorus compound and hindered phenol 
compound of pentavalent and/or trivalent aredesirable. 
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[ 00 1 7] As phosphorus compound of penta val ent and/ 
or trivalent, you can list trimethyl phosphate , triethyl 
phosphate , the tributyl phosphate , triphenyl 
phosphate , trimethyl phosphite , triethyl phosphite , 
tributyl phosphite and triphenyl phosphite etc, 
especially, trimethyl phosphite is desirable, hindered 
phenol compound is phenol type derivative which has 
substituent which possesses geometric constraintin 
vicinal position of phenol type hydroxy group, it is a 
cornpound which possesses ester bond ofthe one or 
more in intramolecular. 

[0018] Concretely, it can illustrate pentaerythritol -terra 
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[3 (3, 5 -v-tert^^;U-4- t Kp^v7i-JI) ~J 

afcf**-M . 1. 1. 3-Mj* C2-/^^U-4-tK 
Q + v-S-tert-^JU^xr.^) ^ 3 5 _ K 

V>^^-2. 4, 6-hMX(3. 5-v-tert-^;U- 
4-tKP^>vil/) 3. 9-tfX {2- [3 

- (3-tert-^;U-4-t KP + y-5-/f J^x^ 
) ^Pt^-VU^+v] -1. 1 -v^^Ux^JH -2. 4 
. 8. 1 O-x K5^*-9-Xt°P [5. 5] 1. 
3. 5- HJX (4-tert-^;U-3-t + 6 

t*x [3 (3-tert-^;u-5->^;u-4-t Kn + v? 

[3- (3, 5-v-tert-^;i/-4-t KPtv7i3 
) ^Pett-h] , 2, 2-ft-vxfb>-t'X [3 ( 
3, 5-v-tert^;U-4-t KP*v^x-;U) ^Pt°t 
*— H . t^fvil- 3 - (3. 

o ^Tt'OjrxijX'; h-Jl/-f h7+X [3 (3, 5 - v 
-tert^;u-4-t Kp*v7i^) ?Dt 4 t^-H 

[00 1 9] ±IS0)^aT^bnfc/-K l J-7-(zli, 

;i/X-x;MD^fr^l40. 1 w t %)>JLTT*$>% 0 £fc. fe*§£ 
biMV^tt 1 OWT, i^K^oTI* 3 JilT-rife^, *fc. 
*tt*JU7|C* 5/^36*41 0-3 5mg3i/k g^tEa^fe 
4„ *«?B<D* -, jxX-f;H««(3!)3»ai*3. 5g/d£ULT*fc 
4„ 3. 5g/d*jJS-Ctt, *«<0»&ttMSTLfcy, 



[0 0 2 0] **qB07K';xXxiHt«<3!)ai57KJtttt*li1 3- 

1 3%*SST-te, *®cfc54JRtt£4*4Citf-c#*\ 15 
4* #$L<I4, 13. 5-14. 5%<aicfflTifc4 0 



[0021] ^0^* o yxxT;u«i!ta?f»/£*(Dt o - 

vMiH*, 0. 4-0. 5 g/d(7)$gST*&4o *££«f£-T4 

*(DiR»ASSr/^^-*-i:ft4a o. 4 g/d^Tili 
<£4. *f*L<tt, 0. 45-0. 5g/d(Dgitfcl)o 



Ids [3(3,5-di -tert butyl -4 -hydroxyphenyi) 
propionate], 1 ,1 ,3 -tris (2 -methyM -hydroxy -5 -t- 
butyi phenyl) butane , 13,5 -trimethyl -2,4,6 -tris (3,5- 
di -t-butyl A -hydroxy benzyl) benzene , the3,9 -bis 
{2 -[3 -(3 -t-butyl -4 -hydroxy -5 -rrethylphenyl) 
propionyl oxy] -1,1-di methyl ethyl} -2,4,8,10 -tetra 
oxa spiro [5,5] undecane , 1,3,5 -tris (4 -t-butyl -3 - 
hydroxy -2,6-di methyl benzene) isophthalic acid , 
tri ethyl glycol -bis [3(3 -t-butyl -5 -methyl-4 - 
hydroxyphenyi) propionate], 1,6 -hexanediol -bis [3 - 
(3,5-di -t-butyl A -hydroxyphenyi) propionate], 2,2 - 
thio-di ethylene -bis [3(3,5<fi -tert butyl A • 
hydroxyphenyi) propionate] and octadecyl -3 -(3,5-di - 
t-butyl A -hydroxyphenyi) propionate ] etc. 
pentaerythritol -tetrakis [3(3,5-di -tert butyl A - 
hydroxyphenyi) propionate] is desirable even among 
them 



[001 9] It has property which is shown generally next i 
n polymer which isacquired with above-mentioned 
method content of bis -3 -hydroxy propyl ether 
which is copolymerized is 0. 1 wt% or less. In addition, 
when hue is shown with b value, it is a 3 or less the 1 
0 or below, depending upon when. In addition, 
amount of carboxyl endgroups is range of 10 to 35 mg 
equivAg. strength of polyester fiber of this 
invention is 3.5 g/d or greater. Case where under 3.5 

d, durability of cloth decreases^rakes weave or knit 
material feather becomes easy to happen with tension. 
It is a preferably and a 4 g'd or greater. 

[0020] As for boiling water shrink ratio of polyester fib 
er of this invention it is necessary to be arange of 13 to 
15%. As expressed with Prior Art, in order to grant 
suitable stretch to clothjt is necessary to contract fiber, 
boiling water shrink ratio, when contracting fiber, is 
parameter which shows therelative ( shrinkage ratio ) 
which is contracted, it is possible to give suitable 
shrinkage ratio tothe cloth which is acquired in this 
range. Under 13 %, it is not possible to give that kind 
of contraction,when it exceeds 1 5 %, contraction being 
too largp, handling withthe postprocessing becomes 
difficult. It is a range of preferably and 13.5 to 14.5 
%. 

[0021] In addition, peak value of thermal stress of poly 
ester fiber of this invention is rangpof 0.4 to 0.5 g/d. 
As for fiber which forms cloth in order because 
constraint isreceived, to cause contraction contraction 
force in order to overcome thisconstraint becomes 
necessary in (suitable stretchable is granted to cloth for 
sake of) . peak value of thermal stress becomes 
parameter which shows contraction force of thisfiber. 
Under 0.4 gtt contraction force being too small, it is 
not possible to cause sufficient contractioa When it 
exceeds 0.5 g^d, contraction force being too strong, 
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07K';xx^;ua*tco^*a)t o -^^jg^i 6 0-1 8 o°c 

«tl^«IJ6*ft*fiCL^a*Stt^«TLTL*3. 180 

ft*Otr— &lt*<0. 4 g/d#±£^£ft<ft§ 0 *?£L< 
I*. 16 5-17 5°C-Cfc3 0 



[0022] *»8B<D*yxX-r;Hi«<3!)»tt*Q (g/d) 
S CD SSSJE^4CtA<iBB-c*-6. 



1 8 <Q/-R<0. 4 5 



(1) 



G/R>0. 4 5T*tt»ttS3Sl«iftr^-5fc»(=, 77h6iS 

R<0. 2 0£ft4«*l*SRS*L&L*fc», *36Wl;:*il* 
Ttt, 0. 1 8$Q/R©T«8»tLtL^ D * (1) 

<t ft y 5 **(*wft»tt*tta* 25-4o g /d (ono-e & 

y, *tt@Wtt 8 0-9 9%©Bii:fti B 



[0023] **BB<D»5Sa*yxxT;u««-cii. HiMttpi 

tfcUSA^#»bn4IB*iE«<Dtf--j7;fia OsTF TTmax 
j tttE-f*) /)< 1 0 0-1 ZOtV&ZZbtf&WVto&o 
Tmaxlt 3l&»#0#*&&\za&t&<bX\ COM* 
tKft4l££IM»#0#*«Btf»<ft<6 D Tmaxtfl 0 

otaas-ei*, !«»#«>#*eajWM-£?-t\ &gft$ig£ 

aflt-C^ftLV *fc, Tma x#1 20tJ:y t,8l*i, IMI 
W»<0iElRl A<iar ?-CEJS-¥>Hfl(=a LT««/i<a < ft y % ^ 
^/i<56*L^-r<ft*o #*L<I* % 1 07-1 1 5°CT*&& 



controlbecomes difficult to do. It is a range of 
preferably and 0.45 to 0.5 g/± In order to grant 
suitable stretchable to cloth which is made objective 
ofthe this invention, necessary shrinkage ratio , 
namely appropriate boiling water shrink ratio and 
inorder to reveal shrinkage ratio, both of peak value of 
power and the namely, appropriate thermal stress which 
overcome constraining force of cloth 
becomesnecessary. And, another important parameter 
is a peak tenperature of thermal stress. It is necessary 
for peak tenperature of thermal stress of polyester fiber 
of this inventionto be 160 to 180 °C When by fact 
that thermal stress shows maxirmmwith this 
tenperature, theset temperature of cloth is set with this 
tenperature range, cloth can be contractedin fully 
Under 160 °C because temperature is too low, fiber 
structural change happens with tenperature which 
when using extent which applies the iron is granted 
and dimensional stability decreases. When it is high 
in comparison with 180 °C but as for reasonobscurity 
according to examination of these inventors, peak 
value of the thermal stress stops showing 0.4 g'd or 
greater. It is a preferably and a 165 to 175 °C. 

[0022] It is necessary for elastic recovery ratio R(%) of 
elastic modulus C&g/d) of polyester fiber of this 
inventionand after 20 % elongation and after 1 minute 
leaving to satisfy thebelow-mentioned Fomula ( 1). 



0.18 QfR 0.45 



£ Forrrula(l) 



With Q^R>0.45 soft texture is not acquired because el 
astic modulus is toohigh, or or elastic recovery 
becomes insufficient, one time stress joins andthe fiber 
which it becomes deformed stops returning to origin, 
onlythe cloth where shape stability is bad can acquire. 
Conversely, region which becomes CyR<0.20 because 
substance itdoes not exist, regarding to this invention, 
has designated 0. 1 8 asthe lower limit of Q^R. 
exemplary elastic modulus which can become range of 
Fonrula(l)israngeof25to40g^dusually, elastic 
recovery ratio becomes range of 80 to 99 %. 

[0023] With high strength polyester fiber of this inven 
tion, it is necessary for peak tenperature (Below " 
Tmax" with you briefly describe. ) of theloss tangent 
which is sought from dynamic viscoelasticity 
measurement to be 100 to 120 °C. Because Trrax 
corresponds to molecule density of rwrraystallinepart, 
molecule density ofthe extent rwncrystalline part where 
this value becomes large becomes high. Tmax under 
100 °C, molecule density of noncrystalline part being 
too low,cannot achieve necessary strength. In addition, 
when Tmax it is high in comparison with 120 °C , 
orientation of noncrystalline part being too high, fiber 
becomes weakvis-a-vis compression and bending, 
feather becomes easy to occur. Being a preferably and 
a 107 to 115 °Q it is 
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Z<DT\ -?)l=?y 4 =7 * > h-tfftt-LK , &SEgl*2 0-2 0 
Od, *?£L<I*30-1 OOd, ^*«gliO. 5-5d, 
«F£L<l*1-3dT?fc3 0 *fc, ttft®HrB»tttt*u =A 
, *0m<?>&ftte. Lfi, WI, K^y*->fi», ft] 



[0 0 2 4] *3tW&m&&7\Z*)3:XT)i,mi&<Dft&L 

• Sin <fc y was l fcjgit?;^ ? * 5 y > h 
*ttnnm:Ritfc3 0-2 0 otfl!)*Hftaai=flfc»Lfcfi 

* 2-8 0 cm(D«a«*Siiia*1*Tft»ft»iPSfflIMLfc 

*>Hc*i. 1 000-2000m/m i nT^ltlxy. $ 

Hfc*M#V;U^7 * 5 ^ > h $ SS 10-30cmt40- 
6 0°CfZjD&L/c£&D-;Uf::3-1 0@*#ttH\ E#Ltt 
*<b, 4 0-1 BO^R*^^*. E#**lfc* 

I**«*41M4 % 2-1 OOOT/m<D«y$&rtfcft % 5 0 
0-1 OOOm/m i n (OSIgT'^b: b ftS. 



[0025] *«p^r=*i*r*y^-ssi»tt*-r*BO!)tt* 

;&gl*2 7 0-2 9 0°CT*fey. HfC#$L<l*2 7 0-2 8 



[0 0 2 6] *0tt*i*SI-OL^TI*, 1 0 0 0-2 0 0 0m 
/m i n <DttHT?&S 0 tt#Sgj&< 1 0 0 0 m/m i n 

tt, S)*$SttiiStL^A<f»p&*c7)t'-^ig/i<0. 4 g /dja 
±£4&fc<a:4fl&, £*ttrt<*£<«T*-*„ *fc, 2 00 

■c*f=< tv. *fc, E#fcfl>E#ft*i, ft^aglzttSf* 
<l*2. 5-3. 5fctf*l* D E*l^*tf2fSSlTT*l*, E# 

i=«fcy+»(z*y^-*iEfii*-tt4wi:3&<'etr, *&*ifc* 

■Ctt*aA<«L<. SSLTE#*ff9CfcA«-C*ft^ D (Si, 
ffi*iIg<7)^bfwJ:S^ B B B g?(7)iBfS]fco^ri3:, a«||B«r¥ 

•cas-cts^ HC«B»f*fl!)*E#*-e»-3Ttia*ag 

Htf S^EttfcattttSJKS'r 6 C i: y gfttffc < , 
&&;£g> tt*ag"C*E#*a>tt«B*E3i(*r4Ci36<»* 



Because polyester fiber of this invention is thought of 
clothing application in prerrise,the nultifilament is 
desirable, as for total fineness as for 20 to 200d, 
preferably 30 to 1 OOdand single fiber fineness it is a 0. 
5 to 5d and a preferably 1 to 3d In addition, as for 
cross section shape of fiber circle, triangle andthe 
other polygonal shape , there is not, restriction such as 
flat, Ltype, W type and dogbone shape, it is a 
center-filled fiber also and it is possible to be a hollow 
fiber. 

[0024] Below, yam-spinning method where high stren 
gth polyester fiber of this invention is desirable is 
shown extrusion it is passing tenperature-holding 
region of length 2 to 80 cm which is kept in 
theatmospheric temperature of 30 to 200 °C which 
provides dissolving nultifilament in spinneret directly 
belowfrom spinneret, after controling sudden cooling, 
quench doing thisdissolving nultifilament, it changes 
into solid multifilament, with 1000 to 2000 nVirin 
takeup detracts undrawn nultifilament first in bobbin 
Next, 3 to 10 times it winds undrawn multifilament 
which is acquired in theexcess heat roll which is heated 
to 40 to 60 °C with diameter 10 to 30 cm, drawingjt 
grantsheatof 140 to 150 °C after excess heat, yarn 
which is drawn after applying twist of theuntwisted or 
2 to 1000 T/ra, with velocity of 500 to 1000 nVnin is 
retracted in thebobbin 

[0025] Regarding to this invention, when melt spinnin 
g doing polymer, spinning temperature isthe 270 to 
290 °C, furthermore is range of preferably 270 to 280 
°C spinning temperature under 270 °C, is a 
tendency where strength which isrevealed becomes low. 
In addition, when spinning temperature exceeds 290 
°C, thermal decomposition becomesextreme, colors 
yarn which is acquired, stops showingthe strength 
and elongation which in addition it can be satisfied 

[0026] Concerning spinning rate of yarn, it is a range 
of 1000 to 2000 m'rrin spinning rate is superior 
under 1000 nVmin, as for spinning stability, but 
besidesthe peak value of thermal stress does not 
become 0.4 g/d or greater, productivity 
decreaseslargely. In addition, when it exceeds 2000 
nVmin, before retracting, orientationand partial 
crystallization of noncrystalline part advance, because 
it is not possible toinerease draw ratio with drawing 
distance, orientation molecule it isnotpossible, is 
difficult be able to reveal sufficient yarn strength to do. 
In addition, as for draw ratio at time of drawing, it 
cannot sayunconditionally because it depends on 
spinning rate, but, usually 2 to 4-fold and preferably 
2.5 to 3. 5 times are good draw ratio with 2 times or 
less, orientation cannot do polymer in fullywith 
drawing, strength and elastic recovery ratio of yarn 
whichis acquired become low ones. In addition with 4- 
fold or more feather stabilizing, cannot be extreme,do 



I STA's ConvertedKokai(trn), Version 1 .2 (There may be errors in the above translation ISTA cannot 
be held liable for any detriment fromitsuse. WWW: http://www.intlscience.com Tel: 800-430-5727) 



JP 99107038 Machine Translation 



[00 2 7] ttQ^bttfcSJB-*;^7-r5>>M4B%|cfii 

. 3*tttt*£3j£ 



[0 0 2 8] **y MJ>f l/>fU7*b-H4, #4*_tf, ?K 
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drawing. Furthermore usually it can measure with 
birefringence ratioconceming orientation of 
rKjncrystalline part due to change of thespiiming rate,, 
but being a unstretched fiber of same birefringence ratio, 
when spinning temperature and thespirming rate differ, 
it shows fiber property which differs. Therefore, what 
stipulates property of unstretched fiber with 
birefringence ratio isnot meaning excessively, 
performance of unstretched fiber it is desirable withthe 
spinning terrperature and spinning rate to distinguish 
Therefore, regarding to this invention, case where you 
express theproduction method, you explained 
spinning temperature and spinning rate in importance. 

[0027] Passing temperature-holding region of length 2 
to 80 cm which is kept in atmosphmc temperature of 
30 to 200 °Cwhich quench does not do dissolving 
multifilament which comes out oftte spinneret at once, 
provides in spinneret directly below, after controling 
suddencooling, quench doing this dissolving 
mdtifilament, changing into thesolid rrultifilament, 
quite it is desirable to offer to stretching process which 
continues. By fact that this tenperature-holding region 
is passed, polymer you control reformation of 
rKjncrystalline part which orientation is done in 
microscopic crystal, and thepolarity due to quench you 
can make amorphous structure which is easy to 
bedrawn with stretching process as a result, with this 
invention necessary strength ,the peak value of 
thermal stress, boiling water shrink ratio can achieve. 

[0028] Because poly trimethylene terephthalate has had 
much fast crystallization rate by comparison with 
thepolyester such as for example polyethylene 
terephthalate, feet that this kind of gradual cooling is 
done whencontroling formation of noncrystalline part 
which orientation is done is thequite effective method 
in microscopic crystal and polarity. Under 30 °C it 
becomes quench, becomes difficult to increasethe draw 
ratio. In addition, with 200 °C or higher yam break 
becomes easy to happen, temperature of this kind of 
tenperature-holding region 40 to 200 °C is desirable, 
furtfermore itis a preferably 50 to 150 °C In addition, 
length of this tenperature-holding region 5 to 80 cmis 
desirable,furthermore it is a range of preferably 10 to 50 
cm 

[0029] 3 to 10 times it winds in excess heat roll which 
is heated to 40 to 60 °C caseof drawing, grants heat to 
fiber, molecule becomes easy to move depending 
upon this thermal grant,stability it is possible without 
feather occurring to do drawing. Thermal applicator 
which it uses roll is desirable, diameter ofthe roll 10 to 
30 cmis desirable. When thermal applicator where 
thermal pin or other diameter is short is used, powerto 
be easy to join being piled up with fact that 
unstretched fiber isbrittle, because feather comes out, 
there is not a preferably. Furthermore it is a thermal 
grant of preferably 50 to 55 °C. temperature of excess 
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[00 3 1] 



( 1 ) ssg&a 



heat roll under 40 °C less than amount of heat, yarn 
breakcan occur frequently case of drawing, can 
continue and cannotacquire fiber. In addition when it 
exceeds 60 °C, because slipperiness of fiberfor 
drawing roll or other heated zone deteriorates single 
fiber break occurs frequently, featherbecomes easy to 
come out. Especially, when it exceeds 80 °Q besides 
it becomes yam ofthe fluffed, yarn break occurs 
frequently, tension which depends on thefiber entirety 
as result becomes insufficient, sufficient orientation 
stopscatching and elastic recovery ratio decreases. 

[0030] Heat treatment which is done with drawing proc 
ess 140 to 1 50 °C is desirable. When peak 
temperature of thermal stress which is a one of major 
feature of thepolyester fiber of this invention with heat 
treatment of this range being 1 60 to 1 80 °C isachieved 
to surprising feet, because simultaneously, peak value 
of thermal stresscan be made high With for example 
polyethylene terephthalate, heat treatment temperature 
heat treatment temperature corresponds to peak valueof 
thermal stress usually, but in case of polytrirrethylene 
terephthalate, when spinning condition wherethe this 
invention is desirable is applied, not increasing heat 
treatment temperature, it candesignate peak temperature 
ofthermal stress as 160 to 180 °C. Asforreason 
which avoids fact that heat treatment it does, the feather 
to become easy to occur with high temperature in 
comparison withthe 1 50 °C , when retracting in pirn 
etc, be able to recognize thelittle single fiber break in 
side face, because yield with selection decreases. 
Lhder 140 °C decrease and peak temperature of peak 
value of thermal stress areeasy to deviate from range of 
thisinventioa In addition, heat treatment temperature 
being 140 to 150 °C, because with relaxed state 
thefeather and yam break are easy to occur, heat 
treatment it is desirable underthe tension to do. 
Above, desirable yarn-spinning method was explained, 
but application method of spinning rate, the spinning 
temperature and heat quite for first time polyester fiber 
of this invention canbe acquired by fact that it sets to 
narrow range. 

[0031] 

[Errbodiment of invention] Below, listing Working E 
xanple , etc more you explain this invention in detail, 
but until you say, this invention is not something 
which is limited by the Working Example etc without. 
Furthermore it measured main measured value in 
Working Example with themethod below. 

(1) Intrinsic viscosity 

As for this intrinsic viscosity [ ] basis being attached 
to next pre-definedequation, it is a value which is 
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[0032] (2) 

( t a n <5) , J: tfltft*tt*$ »S Ltzo 
-9aSTfft5Tmax (°C) £##>fco 



*b^3-B*aKDSC*ffll^ 2 0°C/mi nO^Igt 
1 0 0m I /m i nOifSaTtt'aSLfc, CCT'ii, M 



[0033] (4) PTT^'JaV-CT^f; 



(5) #*S3 0 0iaT<D#«!|*<3!)«j£aSi:Si 



(4) T'^fc^PP^^A^^bTK'JxXx^ffifli^fStl, ffi 
ltl=**tL*»^5 3 0 0 JUT<D*««!l*3Rtf>fc. t°7 'J 

^hi, (gc-ms) -KOMi*aa«*ftj«L, 
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r of pre-defined equation is value which is divided 
withthe viscosity of above-mentioned solvent itself 
which measured viscosity withthe 35 °C of dilute 
solution of polyester polymer which is melted with o- 
chlorophenol ofthe purity 98% or more, with same 
temperature relative viscosity is something which 
isdefined In addition C is solute weight due to gram 
unit in theabove-mentioned solution 1 00 ml. 

[0032] (2) Loss tangent 

Making use of Qrientech Corporation (DB 69-607-355 

0) supplied Rheovibron, in dry air, with measurement 
frequency 110 Hz and rate of tenperature increase 5 
°C per minute ,the loss tangent (tan ), and dynamic 
modulus in each temperature were measured From 
result, loss tangent -temperature curve was sought, 
Tmax (°Q which is a peak tenperature ofthe loss 
tangent on this curve was sought . 

(3) Melting point 

Making use of Seiko Instruments Inc. (DB 69-058-207 

1) supplied DSC, with heating rate of 20 °<7nin it 
measured wi thnitrogen stream Shimonaka of 1 00 
ml/rrin Here, peak value of peak of melting was 
designated as melting point. 

[0033] (4) Quantification of FIT oligomer 

Narrowing polyester resin corrposition and polyester 
fiber which are done, 50 hours itextracted with 
chloroform making use of Soxhlet extractor, it 
showedwith weight % for sanple which uses oligomer 
which is included inthe residue which is acquired 

(5) Structure determination of organic substance of mol 
ecular weight 30 0 or below quantification 

Organic substance of molecular weight 30 0 or below 
which from chloroform liquid which is acquired with 
the(4) is included in polyester resin composition and 
fiber was sought. You analyzed making use of gas 
chromatography which has capillary column, column 
which it uses used 2 kinds of silicon-based and 
polyethylene glycol type. Concerning each 
component which it separates, making use of mass 
spectrum (GC -MS), themeasured weight drew up 
quantification line in structure determination , sought 
concentration for sanplewhich is used with ppm 

[0034] (6) Boiling water shrink ratio 
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«*S£2 0cm(D^ttf::U *«Lfc*l= 1 0#BII»lt"<\ *U 
$ ( L ' ) V&Z* 



%&1&t6m = (L-L' ) X100/L 
(7) WttMW 

a he* 2 o cmT?gioMytt*iaifcfty^tit 

. #fi*2 096*-C3lo5ByaS2 0 cm/mi nTJMLl 



#tt@«* (%) = (L-L' ) X100/L 
[0 0 3 5] C8) IHffclESOfcf—frSS 

JW&1 10Hz, ^aSg5°C/mi nfCT, #;£glcfcli& 



(9) »JEEA 

5 g/d, S2Rag1 0 0°C/m 



[0 0 3 6] (3616011, 2) fl/^^^yyfj^l, 3 

-rJn/Oy^-jusi : 2<D^ujtT?ft&*K SH^ijT- 
#00. 1 w t %(C«ar4R»*/U5/^AtBtta/<ib KB 
X£4fe (9:1) ^iXfJ^Sftii LTJQ^, ffc*U:*a 
L2 4 0°CT*xXxMoc»fcJk£5£&£trfc o ^bftfcxXx 

wt%5B»DU 2 7 o°CT-2^£j£$tr/co f*b*lfc*'y7 

-©aBttgttl. 6T'fcofc e *y 1wt% 
T?fcy. »?fi3 0 0HT©*i»llt3 3 0 p pm, JR£tt 
2 3 4°CX&ofc ( > tt*tt*«*Lt,ft<. *3?t,fc**ofc. Z 
<D*Ky*-$JBl*T, Sll:*t«**ttT?7 5d/3 6 f (0 
HltSfMLfc. Bk *B#&0>4KH&r*tt£lEfl 1 T-0. 0 
2 0, mMW2V0. 0 1 S#2Jgli8 0 0m/ 

m i ntiSL, 1 OT/m0«y *»ltT/<->fC*$JS-D 



20 cm it did fiber, lOnin dampen 't T , it followed t 
o theformula below in water which boiling is done 
and sought. Here, it is a length (U) after original 
length (L) and treatment. 

Boiling water shrink ratio =(L -U) X 1 00/L 
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(7) Elastic recovery ratio 

It sought elastic recovery, as elastic recovery ratio whic 
hisacqiriredwiththebelow^ With 
chuck spacing 20 cm you install fiber in tensile tester, 
to elongation 20 % theelongation do with drawing 
speed 20 cnVmin and 1 ninute leave. After this, you 
reset to original length (L) again with same velocity, 
following displaced distance (residual elongation : II) 
of chuck with state where this time thestress catches to 
formula of reading and below, you sought. 

Elastic recovery ratio (%)=(L -LI) X 100/L 

[0035] (8) Peak temperature of loss tangent 

Making use of Rheovibron of Orientech Corporation ( 
DB 69-607-3550) supplied, in dry air, with 
frequency 1 10 Hz andthe rate of temperature increase 
5 °Onin , loss tangent (tan ), and dynamic modulus 
in each temperature were measured From result, loss 
tangent -tenperature curve was sought, Tmax which is 
a peak temperature ofthe loss tangent on this curve was 
sought. 

(9) Thermal stress 

KE -2 of Kanebo Ltd (DB 69-053-5489) engineering s 
upplied was used First overweight 0.05 g'd , it 
measured with heating rate 100°Orrin. 

[0036] (Working Example 1, 2) Dimethyl terephthalate 
and 1,3 -propanediol it added mixture (9 : 1) of 
calcium acetate and cobalt acetatewhich are suitable to 0. 
1 wt% of addition and theory amount of polyrrer 
with themole ratio of 1 :2 tenperature rise did gradually 
and transesteriflcation completedwith 240 °C as ester 
conversion catalyst. 0. 1 wt% of theory amount of 
polymer it added titanium terra butoxide in ester 
exchange product whichis acquired, 2 hours reacted 
with 270 °C intrinsic viscosity of polymer which is 
acquired was 1.6. oligomer amount was 0. 1 wt%, as 
for organic substance amount of molecular weight 30 
0 or below as for the330 ppm and melting point was 
234 °C. As for yam-spinning there was not either a 
yarn break, there was not either a feather. Making use 
of this polymer, fiber of 75d/36f was drawn up with 
thespinning condition which is shown in Table 1. 
Furthermore birefringence ratio of unstretched fiber 
with Working Example 1 was the0.016 with 0.020 
and Working Example 2. It locked drawing rate with 
800 nVmin, applied twist of 10 T/mandretracted in pirn 
It showed fiber property in Table 1 . 

the above translatioa ISTA cannot R14 
intlscience.com Tel: 800430-5727) 



JP 99107038 Machine Translation 



[0037] ot«fln~5) ^mm-MDtfw-zm^T. 
75d/36f otm&niz. tiutftttua 1 

Lf-o *t««3* 4. 5 0)/<->(Cli*gaA<*<B»b*lfco 



[00 3 8] 



[0037] (Comparative Exarrple 1 to 5) Making use of p 
olymer of Working Example 1 , fiber of 75d/36f 
wasacqirired It showed spinning condition and 
fiber property in Table 1 . It could recognize feather 
mainly in pirn of Comparative Example 3, 4 andthe5. 
Especially, also yarn break happened concerning 
Comparative Example 4 and the5. Furthermore 
birefringence ratio of unstretched fiber of Comparative 
Example 2 was the0.030. 

[0038] 

[Table 1] 
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[0039] (ittt«6) xXx;US*«lli:L-C^*>xh 
5?h*vK0. 1 w t %£ffll*fc#W/43eJE«1 *«y£L 
fco flt>*lfc* 0| J-7— O^'ja'T— Sl±3. 5wt%T?*y, 
#*«3 0 0JUT<©#«tt«tt, 1 700ppm, Bk£|£ 2 3 



[0 0 4 0] (J±»«7) *»P-iKD;fiS«3 0 < teiLfcJ5l 



[0039] (Comparative Example 6) Other than using titan 
ium terra butoxide 0. 1 wt% as ester exchange catalyst, 
Working Example 1 was repeated oligomer amount 
of polymer which is acquired was 3.5 wt%, asfor 
organic substance amount of molecular weight 30 0 or 
below, as for 1700 pprn and melting point was 
the233 °C. yarn-spinning was done making use of 
this polymer, but white organic substanceprecipitated 
to spirmeret face, it received influence and it 
couldrecognize those where feather occurs in endfece of 
pirn, property was equal to Working Example 1 . 

[0040] (Comparative Example 7) Other than designatin 
g temperature of excess heat roll as 30 °C, 
therx>Iymerization * yarn-spinning was done with 
Working Example 1 and same method Case of 
drawing yam break could occur frequently, could 
continueand could not acquire fiber. 

(Comparative Example 8) Other than designating tempe 
rature of excess heat roll as 85 °C, thepolymerization * 
yarn-spinning was done with Working Example 1 and 
same method In order case of drawing yarn melt 
adhesion to do in hot roll,the single fiber break 
occurred frequently, fiber which is acquiredwas fluffed 
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s^jSELfc. saf=j=4«tt, tr>T>*-*flH*T\ 20% 

r|lA*l*Lft36<6. 1 7 50°C % 3 0»^Wrv hjftofct 
, *VP>^';xXr;t/^l/-3RS F2%o w f £ffll*T, 

SfefeLfc. »fe8L *SfcU 1 7 0°C. 3 0&t77^f -f;Hr 



[00 4 2] 
4. 



[0041] (Corrparative Exairple 9) Other than designatin 
g terrperature of hot plate as 200 °Q 
thepolyrrerization * yarn-spinning was done with 
Working Exanple 1 and same method fiber was cut 
offat place of hot plate, it was not possibleto do 
drawing. 

(Reference Exanple 1) Using fiber of Working Exanple 
1 for warp and weft yarn, it drew upthe plain weave. 
While doing 20 % width inserting making use of 
scouring and the pin tenter due to fixed nxthod, after 
doing 1750 °C and 30 second preset , you 
dyedrmking use of Kayalon polyester blue 3RSF2 
%owf, under pH 5 and dispersant existence, 
rmkinguse of 130 °C and 6 0-ninute disperse dye. 
After dyeing, water washing it did, did final set with 
1 70 °C and the30 second cloth which is acquired 
showed soft texture, both warp and weftshowed 
stretch of 10%. On one hand, when similar cloth was 
drawn up making use of thefiber of Comparative 
Example 1, texture was good ones with soft, but 
boththe warp and weft stretch of 5% it did stretch, it 
did not show. 

[0042] 

[Effects of the Invention] Polyester fiber of this inventi 
on, when making cloth, to show soft texture,because 
result of contraction, cloth which is acquiredshows 
stretch of 10%, when bending elbow and knee 
andwhen extending arm, stressed feel is gone, 
becomes clothing where thewearing comfort is very 
good Therefore, quite it is useful in outer part , 
backing and sports or other application 
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